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AMENDMENTS TO THE CLAIMS 

1. (currently amended) A method of preparing an aqueous colored pigment dispersion 
comprising the steps of a> combinin g, in any order, a) a colored pigment^ and an azo 
coupler to form a pretreated colored pigment, and ^ o) combining, in any order, the 
prated colored pigment, an aromatic amine, d> a diazotizing agent, and e) an aqueous 
medium, wherein the aromatic amine comprises as least one ionic group, at least one ionizable 
group, or a mixmre of at least one ionic group and at least one ionizable group. 

2. (cancelled) 

3. (currently amended) The method of claim 2 1, wherein the pretreated colored pigment 
is in a liquid form. 

4. (currently amended) The method of claim i 1 , wherein the pretreated colored pigment 
is in a dry form. 

5. (currently amended) The method of claim 3 1, wherein the pretreated colored pigment 
is formed in the aqueous medium. 

6. (original) The method of claim 1, wherein the aromatic amine and 
diazotizing agent are combined to form a diazonium reagent. 

7. (original) The method of claim 6, wherein the diazonium reagent is formed 
in the aqueous medium. 
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8 (original) The method of claim 1, wherein the colored pigment comprises a 

biue pigment, a black pigment, a brown pigment, a cyan pigment, a green pigment, a white 
pigment, a violet pigment, a magenta pigment, a red pigment, an orange pigment, a yellow 
pigment, or mixtures thereof. 

9. (cancelled) 

10. (currently amended) The method of claim 9 37, wherein the azo coupler comprises an 
acetoacejgmjde group and wherein the colored pigment is a disazo or monoazo pigment. 

11. (cancelled) 

12. (currently amended) The method of claim 44 37, whereto the az.o coupler comprises 
fln h ydm^vridone group and wherein the colored pigment is a disazo or monoazo pigment. 

13. (cancelled) 

14. (currently amended) The method of claim » 37, wnerein the azo coupler comprises a 
2-hvdroxvnaphthalene group and wherein the colored pigment is a naphthol-AS pigment. 

15. (cancelled) 

16. (currently amended) The method of claim 1, wherein the azo coupler comprises an a 
pyrazolone group. 

17. (original) The method of claim 1, wherein the colored pigment comprises 
the azo coupler. 
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18. (original) The method of claim 1, wherein the aromatic amine comprises at 
least one -COO", -S0 3 \ -OS0 3 \ -HP0 3 \ -OPO -P0 3 <, amine, or ammonium group. 

19. (original) The method of claim 1, wherein the aromatic amine comprises at 
least one sulfonic acid group, carboxylic acid group, or salt thereof. 

20. (original) The method of claim 1, wherein the diazotizing agent is a nitrite. 
21 (original) The method of claim 1 , wherein the aqueous medium is water. 

22. (original) The method of claim 1, further comprising the step of adding an 
acid. 

23. (currently amended) A The method of <&&*± preparing an aqueous colored pigment 
dis persion comprising the step of combining, in any order, a) a colore d pigment, b) an azo 
coupler, g) an aromatic amine, d) a d iazotizing agent, and e) an aqueous medium, wherein the 
aromatic amine com prises as least one ionic grou p , at least one ioni/ahle group, or a mixture 
nf at least one ionic group and at least one ionizab le group, and wherein the azo coupler, 
aromatic amine, and diazotizing agent react in the aqueous medium to form a dispersant having 
the formula: 

D_N=N-AC, 

wherein AC is an azo coupling component and D is a diazo component comprising at least one 
tonic group, at least one ionizable group, or a mixture of at least one ionic group or ionizable 
group. 



PAGE 1 1/20 * RCVD AT 1/23/2006 3:29:1 8 PM [Eastern Standard Time] * SVR:USPTO-EFXRF-6/24 * DNIS: 2738300 * CSID: 978 670 8027 * DURATION (mm-ss):05-06 



JPN-23-2006 15=31 CABOT LAW IP GROUP 978 670 8027 P. 12 



U.S. Patent Application No. 10/758,888 
Art Unit: 1755 
Page 5 

24. (currently amended) A Tfee method of <te^r preparing an aqueous colored pigment 
dispersion comprise the step of comb ining, in anv order. * colored pigment, b) an azo 
™ T W. an arom^c am ine. d^ a diazn ti^ agent, and e) an aoueous medium, wherein the 
aromatic amine co m bes as least o n e innic group, at least one ionizable group, or a mixture 
of at least one ionic group, and at least o ne ionizable group, and wherein the aqueous colored 
pigment dispersion is an inkjet ink composition. 

25. (original) An inkjet ink composition comprising a) a liquid vehicle, b) a 
colored pigment, and c) a dispersant having the formula: 

D-N=N-AC, 

wherein AC is an azo coupling component and D is a diazo component comprising at least one 
ionic group, at least one ionizable group, or a mixture of at least one ionic group or ionizable 
group. 

26. (original) The inkjet ink composition of claim 25, wherein D comprises at 
least one sulfonic acid group, carboxylic acid group, or salt thereof. 

27. (original) The inkjet ink composition of claim 25, wherein AC comprises 
an acetoacetamide group. 

28. (original) The inkjet ink composition of claim 27, wherein the colored 
pigment is a disazo or monoazo pigment. 

29. (original) The inkjet ink composition of claim 25, wherein the dispersant 
has the formula: 
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0), 




N=N ( 



NH 



wherein I is an ionic group or an ionizable group; n is an integer between 1 and 5; and Ar is a 
substituted or unsubstituted aromatic group. 

30. (original) The Inkjet ink composition of claim 25 wherein AC comprises an 
hydroxypyridone group. 

31. (original) The Inkjet ink composition of claim 30, wherein the colored 
pigment is a disazo or monoazo pigment. 



32. (original) 
has the formula: 



The inkjet ink composition of claim 25, wherein the dispersant 



(On 




N=N 
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wherein I is an ionic group or an ioni^ble group; n is an integer between 1 and 5; and R is a 
substituted or unsubstituted, saturated or unsaturated alkyl group; a substituted or unsubstituted 
aromatic group; or a substituted or unsubstituted heteroaromatic group. 

33 (origina i) The inkjet ink composition of claim 25, wherein AC comprises a 

2-hydroxynaphthalene group. 

34. (original) The inkjet ink composition of claim 33, wherein the colored 
pigment is a naphthol-AS pigment. 

35. (original) The inkjet ink composition of claim 25, wherein the dispersant 
has the formula: 




N=N 




wherein I is an ionic group or an ionteable group; n is an integer between 1 and 5; and Ar is a 
substituted or unsubstituted aromatic group. 

36^ (original) The inkjet ink composition of claim 25, wherein the inkjet ink 

composition is an aqueous inkjet ink composition. 
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37 (new) A method of preparing an aqueous colored pigment dispersion 

comprising the step of combining, in any order, a) a colored pigment, b) an azo coupler, c) an 
aromatic amine, d) a diazotizing agent, and e) an aqueous medium, wherein the aromatic amine 
comprises as least one ionic group, at least one ionizable group, or a mixture of at least one 
ionic group and at least one ionizable group, and wherein the azo coupler comprises an 
acetoacetamide group, an hydroxypyridone group, a 2-hydroxynaphthalene group, or an 
(acetoacetamido)benzimidazolone group. 
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